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Treasury Devartaonf, 
OFFICE OF THE DIRECTOR OF THE MINT, 
: iy OF 98 
Washington, ayy C, OLG | ak es ISS d 
Sr.” 
JS transmit herewith the Cssayer’s revort upon specval assay cvins 


taken from the first deliveries in each weeh at your Mint during the 






Me, 7883 , and forwarded for test as preseriied 
by the Regulations. 


She coins were found to be within the legal limits of tolerance. 


Very respectfully, 


| Director. 


Superintendent Mint U. S., 





[Ed, 2-21~81—1,000.] 
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Treasury Departuent, 
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Treasury Department, 


BUREAU OF THE MINT, 


Washington, G. G., chy, 7 , 88S , 


Haonyer's Report of Test Coins, isswed at the Mint of the 
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Treasury Departucef, 


BUREAU OF THE MINT, 


Washington, D. G., her. 7, 1889 


Asenyer's Se" eon of Test see issued at the Mint of the 
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Treasury Departisent, 


BUREAU OF THE MINT, 


Washington, Gf. G., ce (GEE ae 1889 , 
neat of Test Coins, issued. at the Mint of the 
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[Abstract:] Reports assay of Test Coins for September /83. 
W.PLL. 

No. 170. 

Treasury Department, 

Office of the Director of the Mint, 

Washington, D.C., 

November 21, 1883 

Sir: 

I transmit herewith the Assayer’s report upon special assay coins taken from the first 
deliveries in each week at your Mint during the Month of September, 1883, and forwarded for 
test as prescribed by the Regulations. 

The coins were found to be within the legal limits of tolerance. 

Very respectfully, 

Horatio C. Burchard 


Director. 


Superintendent Mint U.S., 
At Philadelphia, Pa. 


(Ed. 2-21-’81-1,000.) 
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[Table One:] 
it 


Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
November 21, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in September, 
1883. 



























































Denomination. No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 

Std. Doll. 45 412 82 tr. 899. 
do 46 412 16 ai 899.6 
do 48 412 4 hi 899.1 
do D2 412 50 ai 899.5 
do 55 411 70 0 900.2 
Dollar 58 411 78 Al 900.1 
Standard Dollar 43 412 67 ina 900.- 
do Dollar 60 411 AO 10 899.9 
do Dollar 63 412 20 11 900.- 
Dime 

W.P. Lawver 


Assayer. 
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[Table Two:] 
2 


Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
November 21, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in September, 
1883. 



























































Denomination. No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 
Dimes 44 38 81 Trace Mixture 
38 83 899.7 
38 66 
38 68 
38 35 
38 56 
38 da 
38 328 
38 53 
38 aS 
W.P. Lawver 


Assayer. 
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[Table Three: ] 
3 


Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
November 21, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in September, 
1883. 



























































Denomination. No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 
Dimes 1 38 AO Trace Mixture 
38 83 899.8 
38 65 
38 65 
38 67 
38 we: 
38 78 
38 A3 
38 70 
38 83 
W.P. Lawver 


Assayer. 
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[Table Four: ] 
4 


Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
November 21, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in September, 
1883. 



























































Denomination. No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 
Dimes 56 38 Aa Trace Mixture 
39 mse) 900. - 
38 1 
38 76 
38 85 
38 33 
38 68 
38 30 
38 60 
38 22 
W.P. Lawver 


Assayer. 
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[Table Five:] 
S) 


Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
November 21, 1883 


Assayer’s Report of Test Coins, issued at the Mint of the U.S. at Philadelphia, in September, 
1883. 



























































Denomination. No. of Weight. Weight. Fineness. Fineness. 
Delivery Grains. Dec. Gold. Silver. 
Dimes ay 38 A3 Trace Mixture 
38 1 899.6 
38 OL 
38 Fal 
38 87 
38 14 
38 io 
38 ay 
38 53 
38 19 
W.P. Lawver 


Assayer. 


